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Finish 1 - Metal-Craslinked Acrylic 
PHAZBR MONOSTAR™ high solida acrylic floor finish (32% nonvolatile^ 
commercially available from Ecolab Inc.). This is a waierborne zinc-cro relinked acrylic 
finish, as ib the Intermediate PADLOCK finish. PHAZER MONOSTAR finish does not 
provide a polymerized overcoat that is less strippable than the intermediate PADLOCK 
finish when each ia coated alone atop a vinyl composite tile* 
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Finish 2 - UV-CroasUnkable 100% Solids 
This finish was made by combining the following ingredients: 



Ingredient Parts 

HdxafUnctianal aliphatic methane acrylate 1 25.0 

Multifunctional polyester acrylste 2 25.0 

Aliphatic methane diawylate 3 22.0 

Aliphatic mcmoacrylate 4 10.7 

Ethoxylated(20) trimethylolproparie 11.0 
triacrylate 5 

Fluorosurfectoit^ 0.5 

Wetting agent 7 0,3 

Phoioinitiatar* 2.5 

Photoinitiator 9 L5 

Benzophenone plrotoinitiator 10 1.5 



1 EBECRYL™ 1290, commerriaUy available fiom UCB Surface Specialties. 

2 EBECRYL 1810, wmmercially available from UCB Sur&M Specialties. 

3 EBECRYL 3402, commercially available from UCB Surface Specialties, 

4 SARTOMER 7 * CN-1 30. commercially available fiom Sartomcr Company. 
3 SARTOMER SR-41S, commercially available from Sartomcr Company. 

6 NOVEC™ Fluorosurfectant FC^430, commercially available fiom 3M 
Company. 

7 BYK™ 307, commercially available foam BYK-Cheraie. 

* DAROCURE™ 1 173 24iydroxy-2-metliyi- 1 -phenyl- 1-propanoae, commercially 
available from Clba Specialty Chemicals, 

. 9 VIACURE™ DXp commercially available from UCB Surface Specialties, 

10 IRGACURE™ 1 84, oommerciaUy available fiom Ciba Specialty Chemicals. 
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Finteh 3 - Low Viscosity W-CroKltakabie 100% Solid* 
This finish was made by combining die fi>lk>wing ingredients: 




HexafluiQticmal aliphatic urethane acrylale 1 13.7 




EBECRYL™ 1290, commercially available from UCB Surface Specialties. 

2 Commercially available from UCB Surface Specialties 

3 NOVEC™ Fhmrosurfectant FC-4430, comnwxnialiy available fiom 3M 
Company. 

* BYK™ 307, commercially available from BYK-Chemie. 

5 DAROCURE™ U 73 24iydroxy-2-mcdayl-l^h9a}d-l-propanone, commercially 
available ftom Ciba Specialty Chemicals, 

6 VIACURE™ DX, commercially available fiom UCB Sur&ce Specialties. 

7 RGACURE™ 184, commjetcially available fiom Ciba Specialty Chemicals. 
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Finish 4 - Water-borne UV^rosalljDJuible 
mis finish was made by combining tha following ingrcdiente: 



Ingredient Farts 

3.5 Functional acfylate oligomer 1 34,7 

Ddordzed water 41.0 

Ethoxylated<20) trimethylolpropanfl 5.0 
triaerylate 2 

Hexaftanctional aliphatic wethane acrylate 3 5.0 

Waterbomc UV curable rerin 4 5.0 

Silica emulsion 5 3£ 

Defbamer* 1,2 

Fluorpsurfactant 7 1,8 

Fhioroaurfaotant 8 1 .0 

Photoinitiator 9 1.8 



i 

2 
3 
4 
5 
6 
7 



LAROMER™ PE 55WN oligomer, commercially available from BASF Corp. 
SARTOMER SR-415, commercially available from Sartoroer Company, 
EBECRYL 8301, commercially available flom UCB Surface Specialties. 
VlAK-TIN™ VTE 6177, commercially available from Solutia, Inc. 
KLEBOSOL™ 30N50, commercially available from dariant Coip. 
PI-3S, available from Ulliu Additives, Inc. 

NOVEC Fluorcwurftctent FC-4430, commercially available flrom 3M Company. 

ZONYL™ FSJ fliiorosurfcctflnt commercially available from B. L duPont de 
Ncmouia and Co. 

DAROCURE 1173 ^hcydroxy^l-metbyl- 1 -phenyl- 1 -piopanone, commercially 
available fiom Ciba Specialty Chemicals. 
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Finish 5 - Two-Component Aqueous Polyuretbane 
This finish was made by combining the following ingredients in two parte (Part A and 
Part B), mixing Pert A and Part B vigorously fbr 3 minutes using the indicated mix ratio 
and than allowing the mixture to stand for 10 to 12 minutes before application: 





Ingredient 


Parts by Wcleht 




roiyesTCT poiyoi 




< 


Silicone defbaxner 2 


0.13 

i 


1 


— — _ "T 

Surface agent J 


0.06 




Surface agent* 


1.16 




Unionized water 


9.75 




Hexameihylffite 
diisacysnate 5 


39.78 


i 


HydrophiKc 






hcxamethyltmo 
diiaocyanate 6 


100 






Parts by weight 




Part A 


37.5 




PartB 


12.5 



1 BAYHYDROL™ XP-7093, 30% nonva Utiles, Bayer Corporation, 

2 BYK™ 025, BYK Chcmie. 

3 EYKP* 348, BYK Chemie. 
* BYK™ 380, BYK Chemie. 

5 DESMODUR™ N-3600, Bayer Corporation. 

6 BAYHYDUR™ 1 XP-7165, Bayer Carpoiatioiu 
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Stripper 


Ingredient 


Parts 


Benzyl AkwhDl UJ 


57.03 


MortOothanolAmina, S9% w 


22.81 


Diethylene glycol monobatyl ethan**' 


5,703 


Dipropylene glycol n-butyl ether^ 


5.703 


Propylene glycol phenyl cthaf^ 


5.703 


Surface active agent 4 *' 


1.901 


Wetting agent"' 


0.115 


Deionizod water 


1.035 


TOTAL 


100 



Docket No. 117-F-134SUSI1 



1. Benzyl alcohol, technical grade, commercially available from Velsico! 
Chemical, 

2. Mdnoe&anolamine, 99%, commercially available from Dow Comical 

3. Dlerthyiene glycol monobutyl ether, 99%, commercially available ftora 
Equistar. 

4. Dipropylene glycol n-bntyl ether, 98.5%, commercially available flom Dow 
Chemical. 

5. Propylene glycol phenyl ether, cotmmmrially available ftom Dow Chemical, 

6. Linear Alcohol (C12-1S) ethoxylato 9 EO, commercially available from 
Rhodia, 

7. ZONYL™ FSJ fliiorofiur&ctanl. 
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